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(57) Abstract 



An implantable mlcroporous ePTFE tubular vascular graft exhibits long term patency, superior radial tensile strength and suture hole 
elongation resistance. The graft includes a first cPTFE tube and a second ePTFE tube circumferentially disposed over the first ftibc. The 
first ePTFE tube exhibits a porosity sufficient to promote cell endotfielization tissue ingrowth and healing. The second ePTFE tube exhibits 
enhanced radial strength in excess of the radial tensile strength of the first tube. 
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^]yn>PnVTrn PTFE VASCTLAR aft and method of MAmiFACTURE 

nDynnFTNVENTlONr 

The present invention relates generaify to a tubular implantable prosthesis 
such as vascular grafts and endoprostheses formed of porous 
polytetrafluoretbylene. More particuburiy, the present invention relates to a 
multi-layered tubular vascular graft or endoprosthesis formed from expanded 
5 polytetrafluoretbylene. 

R ACKGROUN D OF THE TNVFNTlQNr 

It is well known to use extruded tubes of polytetrafluor-ethylene (PTFE) as 
implantable intraluminal prostheses, particularly vascular grafts* PTFE is 
particularly suitable as an implantable prosthesis as it exhibits superior 
biocompatibility. PTFE tubes may be used as vascular grafts in the replacement 
or repair of a blood vessel as PTFE exhibits low thrombogenicity. In vascular 
applications, the grafts are manufactured from expanded polytetrafluoretbylene 
(ePTFE) tubes. These tubes have a microporous structure which allows natural 
tissue ingrowth and cell endothelization once imphinted in the vascular system. 
This contributes to long term healing and patency of the graft 

Grafts formed of ePTFE have a fibrous state which is defined by 
interspaced nodes interconnected by elongated fibrils. The spaces between the 
node surfaces that is spanned by the fibrib is defined as the intemodal distance 
(IND). A graft having a large IND enhances tissue ingrowth and cell 
2 0 endothelization as the graft is inherently more porous. 
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The art is replete with examples of microporous ePTFE tubes useful as 
vascular grafts. The porosity of an cPTFE vascular graft can be controlled by 
controlling the IND of the microporous structure of the tube. An increase in the 
IND within a given structure results in enhanced tissue ingrowth as well as cell 
5 endothelization along the inner surface thereof. However, such increase in the 

porosity of the tubular structure also results in reducing the overall radial tensile 
strength of the tube as well as reducing the ability for the graft to retain a suture 
placed therein during implantation. Also, such microporous tubular structures 
tend to exhibit low axial tear strength, so that a smaU tear or nick will tend to 
1 0 propagate along the length of the tube. 



The art has seen attempts to increase the radial tensile and axial tear 
strength of microporous ePTFE tubes. These attempts seek to modify the 
structure of the extruded PTFE tubing during formation so that the resulting 
expanded tube has non- longitudinally aligned fibrils, thereby increasing both 
15 radial tensile strength as well as axial tear strength. U. S. Patent No. 4,743,480 

shows one attempt to reorient the fibrils of a resultant PTFE tube by modifying 
the extrusion process of the PTFE tube. 



Other attempts to increase the radial tensile, as well as axial tear strength 
of a microporous ePTFE tube include forming the tubular graft of multiple layers 
2 0 placed over one another. Examples of multi-layered ePTFE tubular structures 

useful as implantable prostheses are shown in U. S. Patent Nos. 4,816338; 
4,478,898 and 5,001,276. Other examples of multi-layered structures are shown in 
Japanese Patent Publication nos. 6-343,688 and 0-022,792. 

While each of the above enumerated patents provides tubular graft 
25 structures exhibiting enhanced radial tensile strength, as well as enhanced axial 

tear strength, these structures all result in tubes exhibiting lower porosit>% More 
specifically, the multi-layered ePTFE tububr structures of the prior art exhibit a 
smaller microporous structure overall, especially at the inner surface, and 
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accordingly, a reduction in the ability of the graft to promote endothelization 
along the inner surface. 

It is therefore desirable to provide a ePTFE vascular grafi which exhibits 
increased porosity especially at die inner surface thereof while retaining a high 
5 degree of radial strength especially at the external surface thereof. 

It is further desirable to produce an ePTFE vascular graft which exhibits 
increased porosity at the outer surface thereof while retaining a high degree of 
radial tensile and suture retention strengths. 

SUMMARY OF THE INVFNTTON. 

10 It is an object of the present invention to provide an improved ePTFE 

vascular graft 



It is a furdier object of the present invention to provide a ePTFE vascubir 
graft exhibiting an enhanced microporous stracture while retaining superior 
strength. 

15 It is a still further object of the present invmtion to provide an ePTFE 

tubular stracture having an inner portion exhibiting enhanced porosity and an 
outer portion exhibiting enhanced radial tensile strength and suture elongation 
characteristics. 



It is yet another object of the present invention to provide a multi-layered 
2 0 ePTFE tubular vascular graft having an inner layer which has a porosity 

sufficient to promote cell endothelization and an outer layer having a high degree 
of radial tensile strength. 
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It is an additional object of the present invention to provide a multi-layered 
ePTFE tnbnlar vascular graft having an outer layer whose porosity is sufficient to 
promote enhanced cell growth and tissue incorporation, hence more rapid healing, 
and an inner layer having a high degree of strength. 

In the efficient attainment of these and other objectSt the present invention 
provides an implantable polytetrafluorethylene (PTFE) vascular graft. The graft 
includes a first ePTFE tubular structure, and a second ePTFE tubular structure 
circumferentially disposed exteriorly about the first tubular structure. The 
porosity and physical strength characteristics of each of (he aforementioned 
tubular structures can be varied independently of each other. This results in a 
structure whose first ePTFE tubular structure exhibits a porosity sufficient to 
promote cell endothelization there along, while the second structure exhibits 
strength in excess of the strength of the first tubular structure. Alternatively the 
first ePTFE tubular structure exhibits strength in excess of the strength of the 
second tubular structure, while the second tububr structure exhibits a porosity 
sufficient to promote more rapid tissue incorporation. 

As more particularly described by way of the preferred embodiment 
herein, the first and second PTFE tubular structures are formed of expanded 
polytetrafluorethylene (ePTFE). Further, the second ePTFE tubular structure is 
20 adheringly supported over the first ePTFE tubular structure to form a composite 

tubular graft. The strength of this adhesion can be varied as desired to control the 
characteristics exhibited by the resultant composite structure. 

In its method aspect, the present invention provides a method of forming a 
vascular graft The method includes the steps of providing a first ePTFE tubular 
25 structure having a desired porosity and strength combination. A second ePTFE 

tubular structure is provided, also having the desired porosity and strength 
combination. The second ePTFE structure is dbposed over the first ePTFE so as 
to define a composite vascular graft 

4 
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The method of the present inventioD also provides for the positioning of an 
intermediate structure between the first and second ePTFE tubular structures. 
Examples of such structures include an additional cPTFE layer and fibers or thin 
fdms of PTFE or other suitable polymers. This intermediate structure also 
5 contributes to the resultant porosity and strength of the vascuhir graft. 

BRIEF DESCRTPTION OF Tmr HP A^isfq^, 

Figure 1 is a schematic longitudinal cross-section of a multi-layer ePTFE 
vascular graft of the present invention. 

Figure 2 is a longitudmal cross-section of an alternate embodiment of the 
0 present invention producing a multi-layer ePTFE vascular graft 

Figures is a scanning electron micrograph showmg a cross-sectional view 
of a vascular graft produced using the present invention. 

Figure 4 is a perspective showing of one of the tubular structures of the 
graft of Figure 1 over-wrapped with a layer of ePTFE tape. 

> Figure 5 is a cross-sectional showing of an alternate embodiment of the 
ePTFE vascular graft of the present invention. In this instance, the view is taken 
through the lines II-II of the view shown in Figure 2. 

DETAILED DESCWTPTTON Off THir pp cterrfd FMBnnnyf fll ^ ff t 

The prosthesis of the preferred embodiments of the present invention is a 

> multi-layered tubular structure which is particularly suited for use as an 
endoprosthesis or vascular graft The prosthesis is formed of extruded 
polytetrafiuorethylene (PTFE) as PTFE exhibits superior biocompatability. 
Further, PTFE is particularly suitable for vascular appUcations as it exhibits low 
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thrombogenidty. Tubes formed of extruded PTFE may be expanded to form 
ePTFE tubes where the ePTFE tubes have a fibrous state which is defined by 
elongated fibrils interconnected by spaced apart nodes. Such tubes are said to 
have a micraporous structure, the porosHy of which is determined by the distance 
5 between the surfaces of the nodes, referred to as the intemodal distance (IND). 

Tubes having a large IND (greater than 40 microns) geneniDy exhibit long term 
patency as the larger pores promote cell endotfaelization along the inner blood 
contacting surface. Tubes having lower IND (less than 40 microns) exhibit 
inferior healing characteristics, however they offer superior radial tensile and 
10 suture retention strengths desirable in a vascular graft. The present invention 

provides a composite tubular structure which promotes long term patency of the 
graft by providing for enhanced cell endothelization along the inner surface while 
exhibiting enhanced strength due to the presence of the outer layer. 

Referring to Figures 1 and 2 of the drawings, composite graft 10 of the 
15 present invention is shown. Graft 10 is a elongate tubular structure formed of 

PTFE. Graft 10 includes a pair of coaxially disposed ePTFE tubes 12 and 14, tube 
12 being the outer tube and tube 14 bcmg the inner tubei A central lumen 15 
extends through composite graft 10, defined further by the inner wall 14a of inner 
tube 14, which permits the passage of blood through graft 10 once the graft is 
20 properly implanted in the vascubr system. 



Each tube 12 and 14 may be formed in a separate extrusion process. The 
process for the paste extrusion of PTFE tubes is weU known in the extrusion art 
Once extruded, the tubes are expanded to form ePTFE tubes. As will be described 
hereinbelow, the tubes are expanded using differing process parameters (rates, 
deformation levels, temperatures, etc) to develop the deshvd microporous 
structures. The specifically designed structure of the resultmg composite tube has 
defined properties of strength and porosity which yield a graft 10 havfaig long 
term patency and good healing characteristics as weU as superior strength 
characteristics. 
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The present invention is designed to produce grafts with substantially 
different node/fibril structures with respect to the internal and external portions 
of the graft which are adjacent to the internal and external graft surfaces. As an 
example, the inner tube 14 is designed to have relatively high IND while the outer 
5 tube 12 is designed to have a lower I^fD. Further, a distinct porosity change is 

clearly defined at the interface 13 between tubes 12 and 14. The inner tube 14 
having a higher IND to allow enhanced cell endothelization, while the outer tube 
12 having a lower IND provides superior strength to the overall composite. 

An electron micrograph of such a structure produced according to the 
10 present invention is shown in Figure 3. The disparate IND's between the inner 

tube 14 and outer tube 12 are clearly evident, along with the step change in IND at 
the interface 13 between the inner tube 14 and outer tube 12. In this example, the 
strength of the interface 13 has been established by the processing conditions 
described below to fully adhere the inner tube 14 and outer tube together, hence 
15 preventing relative motion and providing enhanced strength. 

Graft 10 of the present invention may be formed by expanding a thin wall 
inner tube 14 at a relatively high degree of elongation, on the order of 
approximately between 400 and 2000% elongation preferably from about between 
700% and 900%. Tube 14 is »panded over a cylindrical mandrel (not shown), 
such as a stabless steel mandrel at a temperature of between room temperature 
and 645T, preferably about 500'F. Tube 14 is preferably but not necessarily 
fully sintwed after expansion. Smtering is typically accomplished at a 
temperature of between 64S'F and 800"F preferably at about 660"F and for a 
time of between about S mmutes to 30 minutes, preferably about 15 minutes. The 
combination of the ePTFE tube 14 over the mandrel is then employed as a second 
mandrel, over which outer tube 12 is expanded. The ID of the outer tube 12 b 
selected so that it may be easily but tightly disposed over the OD of inner tube 14. 
The composite structure 10 is then sintered at preferably similar parameters. The 
level of elongation of outer tube 12 is lower than that of uuier tube 14, 
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approximately between 200% and 500% elongation preferably about 400%, The 
expansion and sintering of outer tube 12 over the inner tube 14 serves to 
adheringly bond the interface 13 between the two tubes, resulting in a single 
composite structure 10. 



5 As shown in Figure 3, the resulthig composite structure has an inner 

surface defined by fainer tube 14 which exhibits an IND of between 40 and 100 
microns, spanned by moderate number of fibrils. Such microporous structure is 
sufildently large so as to promote enhanced cell endothelization once blood flow is 
established through graft 10. Such cell endothelization enhances the long term 
1 0 patency of the graft 

The outer structure, defined by outer tube 12, has a smaller microporous 
structure, with IND of 15-35 microns and a substantial fibril density. Such outer 
structure results in an increase in the strength of the outer tube, and hence of the 
composite structure. Importandy, the outer surfhee defined by the outer tube 12 
15 exhibits enhanced suture retention due to the smaller IND. 

Furthermore, the resnltmg composite structure ohibits a sharp porosity 
change between the outer tube 12 and inner tube 14. This sharp porosity 
transifion is achieved by providing an inner tube 14 having generally a given 
uniform porosity therealong and then providing a separate outer tube 14 having a 
2 0 resultant different porosity uniformly therealong. Thus a distinct porosity change 

is exhibited on either side of the interface 13 defined between inner tube 14 and 
outer tube 12. 

In addition, the formhig process described above results in a bonded 
interface between inner tube 14 and outer tube 12. The interface exhibits 
25 sufGcient interfacial strength resulting from the direct sintering of the outer tube 

12 over the inner tube 14 so as to assure complete bondmg of the two tubes. The 
strength of the hiterfSace between the two tubes may be independently varied 
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through selection of processing conditions and relative dimensions of precursor 
extruded tubes 12 and 14 as desired to yield a range of performance. 

The following examples serve to provide further appreciation of the 
invention but are not meant in any way to restrict the scope of the invention. 

5 EXAMPy^FJ 

A thin extruded tube having wall thickness of 0.41 mm and an inner 
diameter of 6.2 mm was expanded over a stainless steel mandrel at SOO^'F to 900% 
elongation. The ePTFE tube was then sintered at 660"F for 14 minutes, cooled, 
and removed from the oven. A second thin extruded tube having wall thickness of 
1 0 0.45 mm and an inner diameter of 6.9 mm was expanded over the first 

tube/mandrel combination at 500°F and 400% elongation. The composite was 
then sintered at 660 ""F for 14 minutes, cooled and removed from the oven. The 
resultant composite tube had a wall thickness of 0.65 mm and ID of 5.8 mm. 

EXAMPLE II 

^ ^ A thin extruded tube having wall thickness of OAl mm and an inner 

diameter of 6 J mm was expanded over a stainless steel mandrel at SOO^'F to 700% 
elongation. The ePTFE tube was then sintered at 660T for 14 mmutes, cooled, 
and removed from the oven. A second thin extruded tube having wall thickness of 
0.45 mm and an inner diameter of 6.9 mm was expanded over the first tube at 

20 SOO^F and 400% elongation. The composite was sintered at 660**F for 14 minutes, 

cooled, and removed from the oven. The resultant composite tube had a wall 
thickness of 0.67 mm and an inner diameter of 5.8 mm. 

Table I presents physical property data for a vascular graft of the type 
depicted in Example I described above. The composite graft was removed from 
2 5 the mandrel and subjected to standard testing of radial tensile strength and suture 
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hole elongation. The radial strength of the 900%/400% composite graft is 
equivalent to a single layer 400% elongation graft and substantially stronger than 
a single layer 900% elongation graft, despite an overall thinner wall dimension. 
Additionally, the superior strength of the composite graft is demonstrated by the 
higher elongation capable of being borne by the graft prior to failure. The lower 
suture hole elongation, indicative of a smaller tear being caused by suturing and 
tensioning at a fixed value of 100 grams is cleariy demonstrated for the graft 
prepared by the method of the current invention. 



TABLET 



Physical Property 
Measurement 


400% 
Elongation 
Single Layer 

Graft 


900%/400% 
Elongation 
Composite 
Graft 


900% 
Elongation 
Single Layer 
Graft 


Radial Tensile Strength 
(kg/mm^) 


0.48 


0.48 


6.2 


Radial Strain at Break 
(%) 


550 


690 


531 


Suture Hole Elongation 
(%) 


87 


81 


158 


Wall Thickness 


0.72 


0.65 


0.73 



Referring now to Figures 4 and 5, a further embodiment of the present 
2 0 invention is shown. Tubular graft 20 is a composite structure simflar to graft 10 

described above. Graft 20 includes an outer tube 22 and an inner tube 24 formed 
generally in the manner described above. In order to further control the porosity 
and strength of the graft 20, especially at the interface between outer tube 22 and 
inner tube 24, an additional layer may be employed in combination with outer 
25 tube 22 and inner tube 24. 
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As specifically shown in Figures 4 and 5» an additional layer 26 may be 
employed between inner tube 24 and outer tube 22. Layer 26 may include a 
helical wrap of ePTFE tape 27 placed over inner tube 24. The additional layer 26, 
however, may also exist as a sheet, film, yam, monofilament or multi filament 
wrap, or additional tube. The additional layer 26 may consist of PTFE, FEP, or 
other suitable polymer composition to obtain the desired performance 
characteristics. Layer 26 may be used to impart enhanced properties of porosity 
and/or strength to the composite graft 20. For example, an additional layer 26 of 
ePTFE tape 27 having a low IND and wrapped orthogonally to the length 
direction of graft 20 would increase the radial strength of the resultant composite 
graft. Simibrly, a biyer of ePTFE having a high IND would increase the porosity 
of the composite structure thereby further promoting cell endothelization and/or 
tissue ingrowth. 

As shown in Figure 4, layer 26 is disposed between inner tube 24 and outer 
tube 22, and functions as an intermediate layer therein between. It is further 
contemplated that the additional layer may be employed over outer tube 22, or an 
additional layer may be used both over outer tube 22 and over inner tube 24. 

Various changes to the foregoing described and shown structures would 
now be evident to those skilled in the art Accordingly, the particularly disclosed 
scope of the invention is set forth in the following cbiims. 
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WHATlSCLAIMFni5S> 

L An implantable tubular prosthesis comprising: 

an expanded polytetrafluoretbyiene (ePTFE) composite tubular structure 
including a clearly defined tissue contacting outer tube and concentrically 
adjacent inner tube, an inner surface of which is a blood contacting surface; 
5 said outer and inner tubes each having a given porosity defined by node 

and fibril spacing of said expanded structure, said given porosity of said inner 
tube being different from said given porosity of said outer tube and wherein a 
distinct difference in porosity between said inner tube and said outer tube is 
defined on either side of an interface therebetween. 

2. An implantable tubular prosthesis of claim 1 wherein said outer tube 
exhibits a radial strength in excess of the radial strength of said inner portion. 

3. An implantable tubular prosthesis of claim 1 wherein said given porosity of 
said inner tube is greater than said given porosity of said outer tube. 

4. An implantable polytetrafluoretbyiene (PTFE) tubular vascular prosthesis 
comprising: 

a first PTFE tubular structure having a given radial strength; and 
a second PTFE tubular structure circumferentially disposed externally 
5 about said first tubular structure; 

said first PTFE tubular structure exhibiting a porosity sufficient to 
promote cell endothelization therealong and said second tubular structure 
exhibiting radial strength in excess of the radial strength of said first tubular 
structure. 

5. A vascular prosthesis of claim 4 wherein said second PTFE tubular 
structure is adheringly supported over said first PTFE tubular structure. 
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6. A vascular prosthesis of claim 4 further including an additional structure 
formed over either said first PTFE tubular structure or over said second PTFE 
tubular structure. 

7. A vascular prosthesis of claim 6 wherein said additional structure is 
interposed between said first PTFE tubular structure and said second PTFE 
tubular structure. 

8. A vascular prosthesis of claim 7 wherein said additional structure exhibits 
a porosity which is less than said porosity of said first PTFE tubular structure. 

9. A vascular prosthesis of claim 4 wherein said first PTFE structure is 
formed of expanded PTFE. 

10. A vascular prosthesis of claim 4 wherein said second PTFE structure b , 
formed of expanded PTFE. 

11. A vascular prosthesis of claim 4 wherein said first and second PTFE 
structures are formed of expanded PTFE. 

12. A vascular prosthesis of cbim 11 wherein said first PTFE structure has a 
porosity greater than that of said second PTFE structure. 

13. A vascular prosthesis of claim 12 wherein said additional structure exhibits 
a strength which is greater than the radial strength of said first PTFE structure. 

14. A vascular prosthesis of claim 13 wherein said additional structure exhibits 
strength less than said strength of said second PTFE structure. 

15. A vascular prosthesis of claim 7 wherein said additional structure is 
formed of a polymer composition. 
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16. A vascular prosthesis of claim IS wherein said polymer composition is 
PTFE, 

17. A method of forming a tubular vascular prosthesis comprising the steps of: 

(a) providing a first PTFE tubular structure having a given porosity 
sufficient to promote cell endothelization and a given strength; 

(b) providing a second PTFE tubular structure havuig a radial strength 
greater than the radial strength of said first PTFE tubular structure; and 

(c) disposing said second PTFE tubular structure over said first PTFE 
tubular structure to define a composite structure. 

18. A method of claim 17 further including the step of: 

expanding said first PTFE tubular structure to form a first ePTFE 
structure. 

19. A method of claim 18 further including the step of: 

expanding said second PTFE tubular structure to form a second ePTFE 
structure. 

20. A method of claim 19 wherein said steps of expanding said first PTFE 
tubular structure includes: 

expanding said first PTFE tububr structure at an elongation of between 
about 400% and 2000%. 

21. A method of claim 17 wherein said step of expanding said second PTFE 
tubular structure includes: 

expanding said second PTFE tubular structure at an elongation of between 
200% and 500%. 

22. A method of claim 21 further including the steps of: 

providing an additional structure; and 
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positioning said additional structure over either said first PTFE tubular 
structure or said second PTFE tubular structure, or both said first and second 
tubular structures. 

23. A method of claim 22 wherein said positioning step includes: 

disposing said additional PTFE tubular structure over said first PTFE 
tubular structure. 

A method of claim 23 wherein said additional structure is formed of PTFE. 

A method of claim 17 wherein said providing step (a) further includes: 
forming said first PTFE tubular structure over a mandrel. 

26. A method of claim 25 wherein said disposing step (c) includes: 

forming said second PTFE tubular structure over said first PTFE structure 
and said mandrel 
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